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Description 

[0001] This invention relates to a process for obtain- 
ing broad bimodal or multimodal molecular weights. 

STATE OF THE ART 

[0002] tt Is known that some metallocenes such as bis 
(cyclopentadienyt) titanium or dialkyi zirconium in com- 
bination with aluminium alky Is as co-catalyst form ho- 
mogeneous systems which are useful for the polymeri- 
sation of ethylene. German patent 2,608,863 describes 
the system of dialkyi bis(cyclopentadienyl) titanium with 
trialkyi aluminium. 

[0003] The controlled hydrolysis of aluminium alkyls 
leads to the formation of species which include Al-O 
bonds called aluminoxanes. Kaminsky et al. (Adv. Or- 
ganomet. Chem. 18. 99, 1980) have demonstrated that 
aluminoxanes in combination with chlorinated metal- 
locenes produce very active catalytic systems for the 
polymerisation of ethylene. The need to reduce or elim- 
inate aluminoxanes, as these are highly flammable, and 
are used in large proportions in relation to the metal in 
polymerisation reactions, led to the use of bulky boron 
compounds which replaced the aluminoxane in stoichi- 
ometric molar relationships with respect to the metal of 
the metallocene, as described in the patents by Turner, 
EP 277004 and Ewen et al.. EP 426637. The metal- 
locenes used in these patents should be dialkyi deriva- 
tives, as boron compounds do not have any alkylating 
capacity. Alkylated metallocenes are highly unstable 
with water, oxygen and air, with the result that a large 
proportion of the metallocene present becomes deacti- 
vated before polymerisation starts, as it is used up in 
reacting with the impurities whk:h are present in the me- 
dium which have not been eliminated previously. This 
does not happen when aluminium compounds such as 
aluminoxane are used, as these act to eliminate impu- 
rities from the reaction medium avoiding deactivation of 
the metallocene. 

[0004] The use of metallocenes in combination with 
aluminium alkyls and aluminoxanes and boron com- 
pounds has been described by Razavi et al. in CA 
2.027, 1 44 for the polymerisation of syndiotactic polyole- 
fins, with the objective of using small quantities of alu- 
minium compound to remove the impurities and alkylate 
the metallocene. More recently, Chien et al. (Macromol. 
Chem. Macromol. Symp., 66, 141-156, 1993) have also 
used small quantities of aluminium alkyls. generally trl- 
ethyl aluminium or trisobutyl aluminium, with the same 
object of removing impurities and alkylating the chlorin- 
ated metallocene, finally adding the boron compound as 
an activator for the reaction. This system makes it pos- 
sible to use chlorinated metallocenes, which are stable 
in air, reducing the amount of aluminium compounds in 
the catalyst system. 

[0005] On the other hand these authors comment that 
the use of these alkyi aluminiums together with these 



boron compounds is not obvious, because secondary 
P-H elimination reactions, or reactions with the boron 
compound which Interfere with the catalytic system, 
may occur. Many patents have appeared in the last year 
s claiming the use of these mixed co-catalyst systems, e. 
g. Mitsubishi Petrochemical Co. Ltd. (EP 574258. JP 
5295021); Tosoh Corp. (JP 5339316. JP 5310829, JP 
5301919, EP 570982, JP 5255423. JP 5239140); Ide- 
mitsu Kosan Co. Ltd. (JP 5331219. WO 9324541. JP 
5320258-60. JP 5320245-48. JP 5271 339. JP 5262823. 
JP 5262827. JP 5043618); Mitsui Toatsu (JP 5155927. 
JP 51 40221 ). All these patents claim the use of a smaller 
quantity of aluminoxane as advantages In the use of 
mixed co-catalysts, and greater activity and better prop- 
erties for the polymer, such as e.g. improved processa- 
bility, high heat resistance, and good transparency. 
[0006] In particular, JP 5295021 and JP 5043618 dis- 
close a catalyst comprising a boron compound and an 
alumoxane. However, the boron compound used In both 
cases are different from the boron compounds used in 
the instant Invention. In addition, the boron compounds 
used In JP 5295021 (trimethylboron and triphenylboron) 
belong to the category of those compounds which can- 
not be significantly ionize the metallocene but are usu- 
ally added to the catalyst as a scavenger or a modifier, 
i.e., JP 5295021 does not disclose a catalyst system 
which comprises two compounds which are effective as 
a cocatalyst in combination with a metallocene. 
[0007] The term "bimodal or multimodal molecular 
weight distribution" means that two or more peaks of dif- 
ferent molecular weight can be seen in chromatograms 
obtained by gel chromatography (GPC), which repre- 
sent the molecular weight as a function of the relative 
proportion of polymer having a specific molecular 
weight 

[0008] Polyolefins whk^h have bimodal or multimodal 
molecular weight distributions, like polyethylene, can be 
transformed Into articles by extrusion mouteling, hot 
shaping, spin moulding, etc., and in general their most 
common applications are for tubing, films and articles 
made by the blowing technique. The advantages over 
other polyolefins which do not have multimodal molec- 
ular weight distributions are easier and faster process- 
ing with a reduced energy requirement. In addition to 
this, bimodal polyolefins show less flow disturbances 
when molten and are preferred on account of their im- 
proved properties such as a better balance between ri- 
gidity and resistance to cracking through environmental 
agents. 

[0009] There are In the literature different ways to ob- 
tain polymers with broad bimodal or multimodal molec- 
ular weight distributions, such as the use of reactors in 
series, performing polymerisation with a catalyst in the 
absence of hydrogen (which acts as a chain transfer 
agent reducing the molecular weight) in the first of these 
reactors, yielding a high molecular weight fraction, and 
then passing the polymer through a second reactor In 
which the polymerisation Is continued In the presence 
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of hydrogen to produce another fraction of lower molec- 
ular weight. Examples of this process are the patents by 
Moritaetal.. US 4.338.424, Kuroda etal. US 4,414,369, 
Rafaut US 4.703,094, Kato at al., US 4.420.592. These 
methods to produce polymers with a multimodal molec- 
ular weight distribution are consequently expensive, 
complicated and require a longer time, and require more 
complex plant. 

[0010] Another way of obtaining these multimodal pol- 
ymers is through the use of a single reactor, but using 
mixtures of two or more different catalysts. Each catalyst 
produces a polymer having a different molecular weight 
and molecular weight distribution according to the po- 
lymerisation reaction rate constants for each catalyst, 
or as a result of differences in reactive behaviour to dif- 
ferent monomers and/or the presence of H2, e.g. Ewen 
et al., EP 128045. use mixtures of different metal- 
locenes. with different rates of propagation and reaction 
with respect to the same monomer. In another patent. 
EP 128046, Ewen et al. use mixtures of metallocenes 
with different reactivities to different monomers. With the 
same object Stricklen et al., US 4,939,217 and US 
5,064,797, on the other hand use two or more metal- 
locenes alkylated with MAO, with a different behaviour 
to H2, obtaining polymers with different molecular 
weights. In another patent, WO 921 561 9, Stricklen et al. 
effect polymerisation in two stages, the first being a 
homopolymerisation In the presence of H2 and the sec- 
ond a copolymerlsation in the presence of H2. Ewen et 
al., EP 310734, use mixtures of two chirat stereorigid 
metallocenes for the same purpose. However, it is diffi- 
cult to control the feed of the two catalysts, and. as the 
particles are not of uniform size, segregatk>n processes 
occur during storage and transfer of the polymer result- 
ing in non-honnogeneous polymer mixtures. 
[001 1 ] This invention claims the nr>anufacture of poly- 
mers or copolymers of alpha-olefins with broad bimodal 
or multimodal molecular weight distributions In a single 
reactor using catalyst systems which differ from those 
previously patented In that a single metallocene catalyst 
is used in combination with mixtures of two or more com- 
pounds which act as co-catalysts. These polymers are 
obtained in good yield and with the good processability 
characteristics and properties described above. 

DETAILED DESCRIPTION OF THE INVENTION 

[0012] This invention is characterised by the manu- 
facture of polyoleflns having broad bimodal and multi- 
modal molecular weight distributions using a) a single 
metallocene catalyst and b) at least two co-catalysts as 
the catalyst system. The system provided has different 
active centres, with different polymerisation reaction in- 
itiation and rate constants as are required for the forma- 
tion of polymer fractions having different molecular 
weights. The difference from the other patents de- 
scribed, based on mixtures of catalysts, is the formation 
of a catalyst system from a single catalyst which is ca- 



pable of forming multiple active centres. 
[0013] In particular the polymers according to the in- 
vention are ethylene homopolymers, but nevertheless 
the use of small quantities of higher alpha-olefins having 

6 from 3 to 10 carbon atoms and preferably from 4 to 8 
carbon atoms can produce ethylene copolymers. Illus- 
trated examples of these higher alpha-olefins are 
1 -butene, 1 -hexene and 1 -octene. 
[001 4] In this invention, ethylene, alone or with small- 

10 er quantities of alpha-oiefin, is polymerised in the pres- 
ence of a catalyst system which consists of a) a single 
metallocene as catalyst and b) at least two compounds 
as co-catalysts. 

[0015] The invention provides a catalyst system for 
IS obtaining homopolymers of a-olefins containing from 2 
to 20 carbon atoms and copolymers of different a-olefins 
containing from 2 to 20 carbon atoms with wide bimodal 
or multimodal molecular weight distributions consisting 
of two subsystems (a) and (b): (a) is a single supported 
20 or unsupported metallocene catalyst; and (b) is a mix- 
ture of two or more co-catalysts selected from an alumi- 
noxane and a boron compound. The particulars of both 
subsystems are mentioned below. 
[0016] Subsystem (a) is a metallocene catalyst. 
25 [001 7] The metallocenes used are organometallic co- 
ordination compounds of mono, diortricyclopentadienyl 
and their derivatives of transition metal In groups 4b. 5b 
and 6b of the Periodic Table of Elements, represented 
by the general formulae: 

30 

(1) (C5R'™)pR-s(CsR'„)MeQ3.p 

or 

35 

(2) R-2(C5R'„)2MeQ' 

where (CsR*^) is cyclopentadienyl or substituted cy- 

40 ^ clopentadienyl, each R' may be the same or different, 
and may be hydrogen, monohydrocarbon radicals se- 
lected from the group consisting of alkyl, alkenyl, aryl, 
alkylaryl or arylalkyi containing 1 to 20 carbon atoms, or 
two adjacent carbon atoms joined to form a C4-C6 ring, 

45 or various condensed rings, R" is an alkylene radical 
containing from 1 to 4 carbon atoms, a dialkyi germani- 
um or silicon radical, or an alkylphosphino or amine rad- 
ical joining two (C^R'^) rings, Q is a hydrocarbon radk:al 
selected from the group consisting of aryl alkyl, alkenyl, 

50 alkyl aryl, arylalkyi containing from 1 to 20 carbon atoms, 
or halogen, and each one may be the same or different, 
Q' Is an alkylidene radical containing from 1 to 20 carbon 
atoms, Me Is a transition metal in groups 4b, 5b or 6b of 
the Periodic Table of elements, s is 0 or 1 , p is 0,1 or 2; 

55 when p Is 0, s is 0; m is 4 if s is 1 and m Is 5 if s is 0. 
[001 8] Examples of hydrocarbon radkials are methyl, 
ethyl, propyl, butyl, amyl, isoamyl, hexyl. isobutyl, hep- 
tyl. octyl, nonyl. decyl, cetyl. 2-ethylhexyl. and phenyl. 



5 



EP 0 719 797 B1 



6 



[0019] Examples of alkytene bridges are methylene, 

ethylene, and propylene. 

[0020] Examples of halogen atoms are chlorine, bro- 
mine and iodine, the preferred halogen being chlorine. 
[0021] Examples of alkylidine radicals are methyli- 
dene, ethylidene and propylidene. 
[0022] The metaltocenes used in accordance with this 
invention are preferably mono, bis or tris cyclopentadi- 
enyl or substituted cyclopentadienyls or Litanlum (IV) or 
zirconium (IV) represented in the general formula. 
[0023] Illustrative but not restrictive examples of the 
metallocenes used in this invention are titanium mono- 
cyclopentadienyls such as cyclopentadlenyl titanium 
trichloride, pentamethylcyclopentadienyl titanium 
trichloride, titanium biscyclopentadienyls such as bis 
(cyclopentadlenyl) titanium dichloride, dimethyl bis(cy- 
clopentadlenyl) titanium, diphenyl bis(cyclopentadienyl) 
titanium, bis(indenyl) titanium dichloride, dimethyl bis 
(indenyl) titanium, diphenyl bis(cyclopentadienyl) titani- 
um, diphenyl or dihalo bts(methyicyclopentadienyl) tita- 
nium, dialkyl. trialkyi, tetralkyi and pentaalkyi cyclopen- 
tadienyl derivatives such as diphenyl or dihalo, bis(1, 
2-dimethyl cyclopentadlenyl) titanium, dimethyl or diha- 
lo bis (1,2-diethyl cyclopentadlenyl) titanium and other 
complex dialkyls or dihalides. 

[0024] Illustrative but not restrictive examples of ap- 
propriate zirconium metallocenes for use in this inven- 
tion are zirconium monocyclopentadienyls such as cy- 
clopentadienyl zirconium dichloride, pentamethylcy- 
clopentadienyl zirconium trichloride, zirconium biscy- 
clopentadienyls such as bis(cyclopentadienyl) zirconi- 
um dichloride, dimethyl bis(cyclopentadienyl) zirconi- 
um, diphenyl bis(cyclopentadienyl) zirconium, substitut- 
ed cyclopentadlenyl alkyls such as dimethyl or dihalo 
bis(ethylcyclopentadienyl) zirconium, diphenyl or dihalo 
bis(methylcyclopentadienyl) zirconium, dialkyi, trialkyi, 
tetralkyi and pentaalkyi cyclopentadlenyl (pentamethyl- 
cyclopentadienyl) (cyclopentadlenyl) zirconium dichlo- 
ride, dimethyl or dihalo bis (pentamethylcyclopentadi- 
enyl) zirconium, and dimethyl bis (1 .2-dimethylcy- 
clopentadienyl) zirconium. 

[0025] Silicon, phosphorus and carbon bridges be- 
tween cyclopentadlenyl rings such as e.g. dimethyl or 
dihalo dimethylsilylbis (cyclopentadlenyl) zirconium, 
dimethyl or dihalo methylphosphene bis (cyclopentadl- 
enyl) zirconium, dimethyl or dihak) methylene bis(cy- 
clopentadlenyl) zirconium, carbenes represented by the 
formula CPgZr = CH2P(C6H5)2CH3, and derivatives of 
these compounds such as CP2ZrCH2CH(CH3)CH2. 
[0026] Biscyclopentadienyl hafnium dichloride, dime- 
thyl bis(cyclopentadienyl) hafnium, bis(cyclopentadi- 
enyl) vanadium dichloride are illustrative of other metal- 
locenes. 

[0027] Subsystems (b) is a mixture of two or more co- 
catalysts selected from the group consisting of (i) alu- 
minoxanes of formula (4) and (ii) specific boron com- 
pounds, together with, optionally, a further aluminium 
compound of formula (3). 



[0028] The compounds which can act as co-catalysts 
in the polymerisation of olefins and which are useful for 
use in accordance with this invention are well known in 
the literature, and can be divided into three groups: 

5 

(a) Aluminium compounds of general formula: 

(3) AIR-3 

10 

where the R"* groups, which may be the same or 

different, may be alkyls or aryls containing from 1 
to 20 carbon atoms, or halogens, and Al is alumin- 
ium. 

IS Illustrative but not restrictive examples of com- 

pounds in this group of aluminium compounds are 
trimethyl aluminium, triethyl aluminium, triisobutyl 
aluminium, aluminium diethyl chloride, aluminium 
monoethyl chloride, and triphenyl aluminium. 

(b) Aluminium compounds having AlO bonds (alu- 
minoxanes) of general formula: 

(4) (RAIO)„ 

or 

R(R-AI-0)„AIR2 

where R is an alkyi or aryl group containing from 1 
to 20 carbon atoms, and n Is a number from 1 to 20. 
These compounds are known in the literature as 
alumlnoxanes and have two different structures, lin- 
ear and cyclic. In this inventk^n the compound when 
R = methyl is preferred, i.e. methyl aluminoxane 
(MAO). 

(c) Boron compounds are selected from the group 
consisting of pentafluorophenyl diphenyl borane, 
trls(pentafluorophenyl) borane, tris(3,5-di-trifluor- 
omethylphenyl) borane, tributyl ammonium tetrakis 
(pentafluorophenyl) borate. N,N'-dimethylanilino 
tetrakis(pentafluorophenyl) borate, tri(methyphe- 
nyl)phosphonlumtetrakis(pentafluorophenyl)bo- 
rate and triphenylcarbene tetrakis(pentafluorophe- 
nyl) borate. 

[0029] In accordance with this invention these com- 
pounds, which act as co-catalysts in the catalytic system 
together with the metallocene, should take part forming 
mixtures of at least two compounds for the polymerisa- 
tion of olefins producing polymers having broad bimodal 
and multimodal molecular weight distributions. 
[0030] Combinations between the three groups of 
compounds formulated above may be used in this in- 
vention, and the following combinations are appropriate: 

Aluminium alkyls and aluminoxanes and boron 
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compounds, and 

Aluminoxanes and boron compounds. 

[0031] The proportions used in these co-catalyst sys- 
tems containing more than one co-catalyst vary depend- 
ing on the metallocene compound used. The molar ra- 
tios between the aluminium compounds (aluminium 
alkyls and/or aluminoxanes) and transition metals of the 
metallocene vary from 1:1 to 10^:1 , preferably from 5:1 
to 10^:1. Molar ratios between aluminium compounds 
(aluminium alkyls and/or aluminoxanes) and boron 
compounds vary from 0.01:1 to 10^:1, preferably from 
0.1:1 to 103:1. The molar ratios used between com- 
pounds of boron and the transition metal of the metal- 
locene will be determined by the ratios between the 
compounds of aluminium and the transition metal and 
the molar ratios between the aluminium compound and 
the boron compound. 

[0032] The distribution of molecular weights and the 
Incorporation of co-monomer in each fraction of molec- 
ular weight Is controlled by appropriate selection of the 
metallocene and combinations to form the mixture of co- 
catalysts, and the variables Hg content, pressure and 
temperature, and the molar ratios between the different 
components of the catalyst system. 
[0033] Broad bimodal or multimodal molecular weight 
distributions may be obtained by adding the compo- 
nents of the catalyst system, catalyst and co-catalysts, 
to the reaction medium separately or premixed. Broad 
bimodal or multimodal distributions can be achieved 
with addition in any order. 

[0034] The solvents used in preparation of the cata- 
lytic system are inert hydrocarbons, particularly those 
inert to the catalyst system, which Is sensitive to Impu- 
rities such as traces of water, oxygen, and air. These 
solvents are e.g. butane, isobutane, pentane, hexane, 
heptane, octane, cyclohexane, methyl cyclohexane, tol- 
uene, xylene, petroleum fractions from fractions of dif- 
ferent boiling point. The co-catalyst described should be 
used with hydrocarbon solvents such as e.g. toluene or 
xylene in concentrations from 0.1 M to 3.0 M, although 
higher or lower concentrations may be used. 
[0035] The catalyst systems described in this inven- 
tion are useful for the polymerisation of alpha-oleflns in 
solution, slurries or the gas phase over a wide range of 
temperatures and pressures. For example tempera- 
tures may vary from -BO^C to 280' C, and preferably 
from 40'C to 160'C. Pressures vary from 1 to 500 at- 
mospheres or higher. The polymerisation time may vary 
from 1 minute to 6 hours, but frequently from 1 0 minutes 
to 2 hours. 

[0036] Polymerisation in solution makes it possible to 
use the catalyst system as a homogeneous system, but 
nevertheless the catalyst system may be converted into 
a heterogeneous system by supporting the metallocene 
on typkial supports, using techniques known In the liter- 
ature. The supports may be inorganic supports such as 
silica, sillca-alumlna, alumina, metal oxides in general, 



and MgCt2. or may be organic such as polyethylene, 
polybutadiene, etc. The solid system is more appropri- 
ate for slurry or gas phase polymerisation. 
[0037] Heterogeneous catalysts are preferable forthe 

5 production of polymers such as polyethylene, as the ac- 
tive centres are sufficiently fixed and separated on the 
support, avoiding deactivation reactions between them, 
and generally -higher molecular weights are obtained. 
In addition to this the particle shape, size and size dis- 

10 tributlon of the resulting polymer Is better controlled us- 
ing supported catalysts. 

[0038] Polymers obtained according to this invention 
have average molecular weights whk;h may vary from 
500 to 10^ by weight. It is also possible to use H2 to 

15 control the molecular weight of the polymers formed, but 
this is not always necessary as it can also be adjusted 
by varying the molar ratios between the different com- 
ponents of the catalyst system, the metallocene concen- 
trations, the reaction temperature, etc. 

20 [0039] The process of the invention is suitable for ob- 
taining homopolymers of a-oleflns containing from 2 to 
20 carbon atoms and copolymers of different a-olefins 
containing from 2 to 20 carbon atoms with wide bimodal 
or multimodal molecular weight distributions. In a par- 

25 ticular embodiment, an ethylene homopolymer is ob- 
tained. In other particular embodiment, an ethylene co- 
polymer is obtained by incorporating at random 
1 -butene, 1 -hexene or 1 -octene as co-monomer. 
[0040] In the examples which follow molecular 

30 weights have been determined using a Walters ALC/ 
GPC Model 150C apparatus equipped with a Viscatek 
110 viscometer using Polymer Laboratory Columns (2 
X mixed bed, 10^ and another of 10®). Measurements 
were performed by dissolving the polymer samples In 

35 trichtorobenzene (TCB) at 145'C and filtering them. Ir- 
ganox 1010 was used as antioxidant. The flow rate was 
1 ml/min with concentrations of 1.5 mg/ml. 

EXAMPLES 

40 

EXAMPLE 1a (not illustrating the claimed invention) 

[0041] This example serves to describe the prepara- 
tion of a polymer having a narrow monomodal distribu- 

45 tion when a metallocene and a single co-catatyst of the 
alumlnoxanetype is used. A glass reactor of 1 1 capacity 
equipped with a mechanical stirrer, an outer jacket for 
temperature control, an Inlet feed for monomers and 
gases, an inlet feed with a septum for adding doses of 

50 the catalyst system with a syringe, was dried and deox- 
ygenated using a flow of nitrogen. 400 ml of dry n-hep- 
tane were added directly with continuous stirring (1200 
rpm). The nitrogen atmosphere was removed by charg- 
ing and discharging the vessel with ethylene until the 

55 solution became saturated with ethylene. This was then 
heated to 90** C and 2.0 mols of methyl aluminoxane 
(MAO. 1.5 M solution in toluene) were added. After the 
ethylene pressure increased to 4 bars. 5.84 mg (0.02 
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mmol) of bis(cyclopentadienyi) zirconium dichloride dis- 
solved in toluene were added using a syringe. After 15 
minutes the reactor was depressurised and the reaction 
mixture cooled. The polymer was discharged and 
washed with slightly acidified methanol to deactivate 5 
catalyst residues and dried to constant weight in a vac- 
uum stove. 27.89 g of white polyethylene powder were 
obtained with an average molecular weight of 69000 
and a polydispersity index of Mw/Mn = 3.5. The molec- 
ular weight distribution was narrow and monomodal. io 

EXAMPLE lb (not illustrating the ctaimed invention) 

[0042] This example serves to describe the prepara- 
tion of a polymer having a narrow monomodal distribu- i5 
tion when an alkylated metallocene and a single co-cat- 
alyst of the boron compound type is used. From a flask 
of 500 ml capacity equipped with septum inlets and a 
magnetic stirrer oxygen was removed by displacement 
with flows of nitrogen and 200 ml of dry N-heptane were 20 
injected. This was then placed in a thermostatic bath 
and the nitrogen atmosphere was replaced by ethylene 
by successive charging and discharging with ethylene. 
51 .2 mg (0.1 mmoles) of tris(pentafluorophenyl) borane 
dissolved in toluene (0.1 M) were introduced into the 2S 
flask through the septum using a syringe with a hypo- 
dermic needle. When the solution was saturated with 
ethylene and the temperature was 40^*0, 25.0 mg (0. 1 
mmoles) of dimethyl bis(cyclopentadienyl) zirconium 
dissolved in toluene (0.1 M) were injected directly into 30 
the flask. After 15 minutes reaction 6.92 g of polyethyl- 
ene having a molecular weight of Mw = 189,000 and a 
polydispersity index of Mw/Mn = 2.4 were obtained. The 
molecular weight distribution was narrow and nrxsnonno- 
dal. Both the CPgZrMeg and the B(C6F5)3 were pre- 3S 
pared in accordance with the methods described In the 
literature. 

[0043] The ten examples which follow describe the 
productton of a binrxsdal homopolymer or copolymer ac- 
cording to the method described in this invention. 40 

EXAMPLE 2 

[0044] This example describes the preparation of abi- 
modal polyethylene. 200 ml of dry n-heptane were in- 45 
jected under a nitrogen atmosphere Into a dry 500 ml 
capacity flask from which oxygen had been removed us- 
ing a flow of nitrogen, equipped with inlets provided with 
a septum and a magnetk; stirrer. This was then placed 
in a thermostatic bath and the nitrogen atmosphere was so 
replaced with ethylene by successive charging and dis- 
charging with ethylene. 10.0 mmoles of methylalumi- 
noxane and subsequently 51.2 mg (0.1 mmoles) of tris 
(pentafluorophenyl) borane dissolved in toluene (0.1 M) 
were introduced using a syringe with a hypodermic nee- 55 
die. When the solution was saturated with ethylene and 
the temperature was 40**C, 29.2 mg (0.1 mmoles) of bis 
(cyclopentadienyl)zirconium dichloride dissolved in tol- 



uene (0.1 M) were injected directly into the flask. After 
15 minutes reaction a polymer was obtained which was 
shown to be clearly bimodal when analysed by GPC. 
The molecular weight Mw = 108, 900 and the polydis- 
persity Mw/Mn = 11.54. 

EXAMPLE 3 

[0045] This example describes the preparation of a bi- 
modal polyethylene. The method for preparing the pol- 
yethylene is similar to the procedure described in Ex- 
ample 2, but the boron compound was injected first, fol- 
lowed by the metallocene and finally the aluminoxane. 
The resulting polyethylene had a Mw = 86,600 and a 
polydispersity of Mw/Mn = 12.51, the molecular weight 
distribution of the polymer being clearly bimodal, as 
shown by its chromatogram. 

EXAMPLE 4 

[0046] This example describes the preparation of a bi- 
modal polyethylene. This was prepared using the pro- 
cedure described in Example 2, but first injecting a pre- 
pared mixture of methylalumlnoxane and bis(cycbpen- 
tadienyl) zirconium dichloride in a molar ratio 10:1 which 
had been aged for 24 hours and in quantities such that 
the concentrations in the flask were 6.0 mmoles of MAO 
and 0.06 mmoles of CPgZrClg. 0.1 mmoles of B(C6F5)3 
were then added. The polyethylene had a molecular 
weight of Mw = 115,500 and a polydispersity of Mw/Mn 
= 10.35. The resulting chromatogram was clearly bimo- 
dal. 

EXAMPLE 5 

[0047] This example describes the preparation of a bi- 
modal polyethylene. The preparation was in accordance 
with the procedure described in Example la, but 10.0 
mmoles of methylaluminoxane and 0.05 mmoles of B 
(C6F5)3 were injected prior to injecting 14.62 mg (0.06 
mmoles) of bis(cyclopentadienyl) zirconium dichloride. 
The chromatogram of the resulting polymer showed a 
bimodal molecular weight distribution as shown in the 
chromatogram In Figure 1. 

EXAMPLE 6 

[0048] This example describes the preparation of a bi- 
modal ethylene-hexene copolymer. The copolymer in 
this example was prepared in accordance with the pro- 
cedure described in Example la, adding 1.97 ml (15.87 
mmoles) of 1-hexene when the reactor was saturated 
with ethylene and at 40°C. Once this had been added 
the temperature was raised to 90° C. 2.0 mmoles of 
MAO, 0.02 mmoles of B(C6F5)3 and 0.02 mmoles of zir- 
conocene were then added. After 15 minutes reaction 
27.07 g of a polyethylene having a molecular weight of 
Mw = 62,400 and a polydispersity of Mw/Mn = 8.2. with 
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a clearly bimodal chromatogram, were obtained. 
EXAMPLE 7 

[0049] This example describes the preparation of a bi- 5 
modal polyethylene. The polyethylene in this example 
was prepared in accordance with the procedure de- 
scribed in Example la, but adding 2.0 mmoles of MAO 
and 0.02 mmoles of BCCgFsjg. The reaction was com- 
pleted In the presence of 0.2 bar of hydrogen. After 15 io 
minutes reaction 28,31 g of a polyethylene whose mo- 
lecular weight distribution from the chromatogram was 
clearly bimodal. as shown by the chromatogram in Fig- 
ure 2. was obtained. 

IS 

EXAMPLE 8 

[0050] This example describes the preparation of a bi- 
modal polyethylene. It was prepared in accordance with 
the procedure described in Example 2, but using 50,0 
mnrtoles of methylaluminoxane, 0.1 mmoles of B(C6F6)3 
and 36.23 mg (0.1 mmoles) of (pentamethylcyclopenta- 
dienyl) (cyclopentadienyl) zirconium dichloride. The re- 
sulting polymer yielded a bimodal chromatogram, had a 
molecular weight of Mw - 105.900 and a polydispersity ^5 
of Mw/Mn = 8.57. The zirconocene was synthesised in 
accordance with the methods described in the literature. 



EXAMPLE 9 30 

[0051] This example describes the preparation of a bi- 
modal polyethylene. It was prepared in accordance with 
the procedure described in Example 2, but using 15.0 
mmoles of methyl aluminoxane, 7.5 mmoles of tri- 3S 
isobutylaluminium 0.1 inmoles of B(CeF5)3 and 29.02 
mg (0.1 mmoles) of biscyclopentadlenyl zirconium 
dichloride. The polymer had a molecular weight of Mw 
= 97,500 and a polydispersity of Mw/Mn = 6.89. The mo- 
lecular weight distribution as shown by the GPC chro- 
matogram was clearly bimodal. 

Claims 

45 

1 . A catalyst system tor obtaining homopolymers of al- 
pha-olefins containing from 2 to 20 carbon atoms 
and copolymers of different alpha-olefins contain- 
ing from 2 to 20 carbon atoms with wide bimodal or 
multimodal molecular weight distributions, consist- so 
ing of two subsystem (a) and (b): 

(a) a single supported or unsupported metal- 
locene catalyst, being mono, di or tricyclopen- 
tadienyl and their derivatives of transition met- ss 
als in groups 4b, 5b, 6b of the Periodic Table of 
elements, represented by the general formu- 
lae: 



(C5R'™)pR",{CsR'm)MeQ3.p 

or 

Where (CsR'^) is cyclopentadienyl or substitut- 
ed cyclopentadienyl. each R' may be the same 
or different, and may be hydrogen, monohydro- 
carbon radicals selected from the group con- 
sisting of alkyi, alkenyl, aryl, alkylaryl or aryla- 
Ikyl containing from 1 to 20 carbon atoms, or 
two adjacent carbon atoms joined to form a 
C4-C6 ring, or various condensed rings, R" is 
an alkylene radical containing from 1 to 4 car- 
bon atoms, a dialkyi germanium or silicon rad- 
ical, or an alkylphosphine or amino radical join- 
ing two. (CsR'rn) rings, Q is a hydrocarbon rad- 
ical selected from the group consisting of: aryl. 
alkyI, alkenyl, alkylaryl. arylalkyi containing 
from 1 to 20 carbon atoms, or halogen, and 
each one may be the same or different. Q' is an 
alkylk:lene radical containing from 1 to 20 car- 
bon atoms. Me is a transition metal in groups 
4b, 5b or 6b of the Periodic Table of elements, 
s is 0 or 1 , p is 0, 1 or 2; when p is 0, s is 0; m 
is 4 if s is 1 and m is 5 if s is 0; 
(b) a mixture of two or more co-catalysts select- 
ed from the following groups i) and ii): 

i) Aluminum compounds having Al-O 
bonds (Aluminoxanes) corresponding to 
the general formulae: 

(RAIO)„ 

or 

R(R-AI-0)„AIR2 

where R is an alkyI or aryl group containing 
from 1 to 20 carbon atoms, and n is a 
number from I to 20; 

ii) Boron compounds selected from the 
group consisting of pentafluorophenyl 
diphenyl borane, tris(pentafluorophenyl) 
borane, tris(3.5-di-trifluoromethylphenyl) 
borane, tributyl ammonium tetrakis(pen- 
tafluorophenyl) borate, N,N'-dimethyl- 
anilino tetrakis(pentafluorophenyl) borate, 
tri(methylphenyl) phosponiumtetrakis 
(pentafluorophenyl) borate and triphenyl- 
carbene tetrakis(pentafluorophenyl) bo- 
rate. 
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2. Catalytic system according to claim 1 further com- 
prising an aluminium compound of general formula 

AIR-3 

where the R"' groups, which may be the same or 
different, may be alkyls or aryls containing from 1 
to 20 carbon atoms, or halogens, and Al is alumi- 
num. 

3. Catalyst system according to claim 2 wherein the 
metallocene is supported or unsupported bys(cy- 
clopentadienyl) zirconium dichloride, the aluminum 
compound is selected from trimethylaluminum, tri- 
ethylaluminum or triisobutylaluminum, the boron 
compound is lris{pentafluorophenyl) borane and 
the aluminoxane is methylaluminoxane. 

4. Catalyst system according to claims 1 -3. wherein 
the molar ratios between the aluminium compounds 
(aluminium alkyls and/or aluminoxanes) and transi- 
tion metals of the metallocene varies from 1.0:1.0 
to 10^:1.0 and the molar ratios between the alumin- 
ium compounds (aluminium alkyls and/or aluminox- 
anes) and boron compounds varies from 0.01 :1 to 
10^:1. 

5. Catalyst system according to claim 4, wherein the 
molar ratios between the aluminium compounds 
(aluminium alkyls and/or aluminoxanes) and transi- 
tion metals of the metallocene varies from 5.0:1.0 
to 1 0^: 1 .0 and the molar ratios between the alumin- 
ium compounds (aluminium alkyls and/or aluminox- 
anes) and boron compounds varies from 0.1:1 to 
103:1.0. 

6. Process for the preparation of homopolymers of al- 
pha-oiefins containing from 2 to 20 carbon atoms 
and copolymers of different alpha-olefins contain- 
ing from 2 to 20 carbon atoms with wide binrradal or 
multimodal molecular weight distributions, in a sin- 
gle reactor characterized by use of the catalytic sys- 
tem of claims 1 -5. 

7. Process for the preparation of homopolymers ac- 
cording to claim 6, wherein the olefin is ethylene. 

8. Process for the preparation of ethylene copolymers 
according to claim 6, wherein the co-monomer is 
selected from the group consisting of: 1-butene. 
1 -hexene or 1 -octene and is incorporated at ran- 
dom. 

9. Process for the preparation of homopolymers and 
copolymers according to claims 6-8, characterized 
by the use of hydrocarbon solvents under inert con- 
ditions for the catalyst system and reaction temper- 



atures between -60'C and 2B0"C. preferably be- 
tween 40'*C and ISO'^C, reactor pressures between 
1 and 500 atmospheres. 

5 

Patentanspruche 

1. Ein Katalysatorsystem zur Herstellung von Alpha- 
olefinhomopolymeren. die 2 bis 20 Kohlenstoffato- 
10 me enthalten, und Copolymere verschiedener Al- 
phaolefine, die 2 bis 20 Kohlenstoffatome enthal- 
ten, mit einer breiten bimodalen Oder multimodalen 
Verteilung der Molekulargewichte, welches aus 
zwei Untersystemen (a) und (b) besteht: 

IS 

(a) etnem Katalysator aus individuellem, getra- 
genem oder nicht getragenem Metalloken, das 
Mono-, Dl- Oder Tricyclopentadienyl und des- 
sen Derivate der Ubergangsmetalle der Grup- 

20 pen 4b, 5b oder 6b des Perlodensystems der 

Elemente ist. dargestellt durch die allgemeinen 
Formein 

Oder 

30 R"s(C5R'm)2M^' 

in welchen (CgR'^^) fur Cyclopentadienyl oder 
substituirtes Cyclopentadienyl steht, jedes R' 
glelch Oder verschieden sein kann und fur Was- 

35 serstoff, fur Kohlenwasserstoffradikale ausge- 

wahft aus der aus Alkyl. Alkenyl, Aryl, Alkylary! 
Oder ArylalkyI bestehenden Gruppe. die 1 bis 
20 Kohlenstoffatome enthalt, oder fur zwei be- 
nachbarte, zur Bildung eines C4-C6-Ringes 

40 verbundene Kohlenstoffatome oder fur ver- 

schiedene kondensierte Ringe steht. R* fOr ein 
Alkylenradikal, das 1 bis 4 Kohlenstoffatome 
enthalt, fOr ein Dialkylgernnanium oder -silizi- 
umradikal, oder fur ein Alkylphosphinradikal 

45 Oder Aminradikal. das zwei (C5R'n^)-Ringe ver- 

bindet, steht, Q fur ein Kohlenwasserstoffradi- 
kal ausgewahit aus der Gruppe bestehend aus: 
Aryl, Alkyl. Alkenyl, Alkylaryl, ArylalkyI, die 1 bis 
20 Kohlenstoffatome enthalt, Oder fOr Halogen 

so steht, wobei jedes gleich oder von den anderen 

verschieden sein kann, Q' fur ein Alkyl Idenra- 
dikal, das 1 bis 20 Kohlenstoffatome enthalt, 
steht, Me fur ein Ubergangsmetall aus den 
Gruppen 4b, 5b oder 6b des Perlodensystems 

55 der Elemente steht, s fOr 0 oder 1 steht, p fur 

0, 1 Oder 2 steht; und wenn p 0 ist, ist s 1; und 
m ist 4 wenn s 1 ist und m ist 5 wenn s 0 ist; 

(b) einer Mischung aus zwei oder mehreren 
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Cokatalysatoren ausgewahit aus den folgen- 
den Gruppen i) und li): 

i) Aluminiumverbindungen, die Al-O-Bin- 
dungen (Aluminoxane) enthatten, die den 
ailgemeinen Formein: 

(RAIO)„ 

Oder 

R(R-A1-0)„AIR2 

in welchen R fur eine AlkyI- oder Arylgrup- 
pe steht, die 1 bis 20 Kohlenstoffatome enl- 
halt und n fur eine Zahl zwischen 1 und 20 
steht, entsprechen; 

ii) Borverbindungen ausgewahit aus der 
Gruppe bestehend aus Pentafluorphenyl- 
diphenylboran. Tris(pentafluorphenyl) 
boran. Tris(3,5-di-trifluormethylphenyl) 
boran . Trib u ty lammon i u m-Tetrakis (pen- 
tafluorphenyl)borat, N.N'-Dimethylanilin- 
Tetrakis(pentafluorphenyl)borat, Trl(me- 
thylphenyl)phosponium-Tetrakis(pen- 
tafluorphenyl)borat und Triphenylkarben- 
Tetrakis (pentafluorphenyl)borat. 

2. Katalysatorsystem gemass Anspruch 1. welches 
ausserdem eine Aluminiumverbindung der ailge- 
meinen Forme I enthalt: 

AIR-'a 

in welcher die R"-Gruppen, die gleich oder ver- 
schieden sein konnen, fur Alkyle oder Aryle, die 1 
bis 20 Kohlenstoffatome enthalten, oder fur Halo- 
gene stehen konnen, und Al fOr Aluminium steht. 

3. Katalysatorsystem gemass Anspruch 2, in welchem 
das Metalloken ein getragenes oder nicht getrage- 
nes Bis(cyclopentadienyl)zirkoniumdichlorid ist, die 
Aluminiumverbindung unter Trimethylaluminium, 
Triethylalumlnium oder Triisobutylaluminium aus- 
gewahit Ist, und die Borverbindung ein Tris(pen- 
tafluorphenyl)boran ist und das Aluminoxan ein Me- 
thylaluminoxan ist. 

4. Katalysatorsystem gemass den Anspruchen 1 -3, in 
welchem die f^olverhaltnisse zwischen den Alumi- 
niumverbindungen (Alkylaluminium und/oder Alu- 
minoxane) und den Ubergangsmetallen des Metal- 
lokens zwischen 1 ,0: 1 ,0 und 1 0^: 1 ,0 liegen und die 
Molverhaltnisse zwischen den Aluminiumverbin- 
dungen (Alkylaluminium und/oder Aluminoxane) 



und den Borverbindungen zwischen 0,01:1 und 
10*: 1 liegen. 

5. Katalysatorsystem gemass Anspruch 4, in welchem 
5 die Molverhaltnisse zwischen den Aluminiumver- 
bindungen (Alkylaluminium und/oder Aluminoxane) 
und den Ubergangsmetallen des Metallokens zwi- 
schen 5,0:1,0 und 10^:1,0 liegen und die Molver- 
haltnisse zwischen den Aluminiumverbindungen 

10 (Alkylaluminium und/oder Aluminoxane) und den 
Borverbindungen zwischen 0.1:1 und 10^:1,0 lie- 
gen. 

6. Verfahren zur Herstellung von Alphaoleflnhomopo- 
is lymeren, die 2 bis 20 Kohlenstoffatome enthatten, 

und Copolymere verschiedener Alphaolefine, die 2 
bis 20 Kohlenstoffatome enthalten, mit einer breiten 
bimodalen oder multimodalen Verteilung der Mole- 
kulargewichte. in einem einzigen Reaktor, gekenn- 
20 zeichnet durch die Verwendung des Katalysatorsy- 
stems gemass den Anspruchen 1 -5. 

7. Verfahren zur Herstellung von Homopolymeren ge- 
mass Anspruch 6, bei welchem das Olefin Ethylen 

25 1st. 

8. Verfahren zur Herstellung von Ethylencopolymeren 
gemass Anspruch 6, bei welchem das Comonomer 

aus der Gruppe bestehend aus: 1-Buten, 1-Hexen 
30 Oder 1 -Okten ausgewahit wird und aleatorisch ein- 
getugt wird. 

9. Verfahren zur Herstellung von Homopolymeren und 
Copolymeren gemass Anspruch 6, gekennzeichnet 

35 durch die Verwendung von kohlenwasserstotfhalti- 
gen Losemittein unter inerten Bedingungen fur das 
Katalysatorsystem. bei Reaktionstemperaturen 
zwischen -60'*C und 280'*C, vorzugsweise zwi- 
schen 40°C und 160'C, und bei ReaktordrOcken 

40 zwischen 1 und 500 Atmospharen. 



Revendications 

45 1 . Un systfeme catalyseur pour obtenir des homopoly- 
mferes d'alphaol6fines qui contiennent de 2 ^ 20 
atomes de carbone et des copolym^res de diff6ren- 
tes alpha-ol^fines qui contiennent de 2 a 20 atomes 
de carbone. avec de larges distributions bimodales 

so ou multimodales de poids mol6culaires, qui est 
compost de deux sous-syst^mes (a) et (b) : 

(a) un catalyseur de metalocdne individuel sup- 
ports ou non supports, qui est mono, di ou tri- 
55 cyclopentadienyle et ses derives de metaux de 

transition des groupes 4b. 5b ou 6b de la Table 
PSriodique des SISments. represents par les 
tormules gSnSrales 
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(CsRm)pR"s(C5Rm)MeQ3.p 

ou 

5 

dans (esquelles (CsR'^) est cyclopentadienyle 
ou ciclopentadienyie substitue, chaque R' peut to 
etre pareil ou different et peut etre de Thydro- 
g^ne, des radicaux hydrocarbon 6s lection - 
n^s parmi le groupe compost par alcoyie, alk- 
6ny\e, aryle, alcoyiaryle ou arylalcoyle qui con- 
tient de 1 & 20 atomes de carbone. ou deux ato- is 
mes de carbone adjacents unis pour forrner un 
anneau C4-Cg, ou plusieurs anneaux conden- 
ses, R" est un radical atkenyle qui contient de 3. 
1^4 atomes de carbone. un radical de dialcoy- 
le germanium ou silice, ou un radical alcoyi- 20 
phosphine ou amine qui unit deux anneaux 
(CsR*^), Q est un radical hydrocarbon^ s6lec- 
tionne parmi le groupe compose par : aryle, al- 
coyie. alkdnyle. alcoyiaryle. arylalcoyle qui 
contient de 1 ^ 20 atomes de carbone. ou 25 
halogene, et chacun peut Stre pareil ou diffe- 
rent des autres, Q' est un radical alcoylid^ne 4. 
qui contient de 1 ^ 20 atomes de carbone, Me 
est un metal de transition des groupes 4b, 5b 
ou 6b de la Table Periodique des elements, s 30 
est 0 ou 1 , p est 0. 1 ou 2 ; lorsque p est 0, s 
est 1 ; m est 4 si s est 1 et m est 5 si s est 0 ; 
(b) un melange de deux ou plusieurs co-cata- 
lyseurs seiectionn^s parmi les groupes i) et ii) 
suivants : 3S 

5. 

i) composes d'aluminium qui ont des 
liaisons Al-O (Aluminoxanes) qui corres- 
pondent aux formules g6ne rales : 

40 

(RAIO)„ 

ou 

45 6. 

R(R-AI-0)„AIR2 

dans lesquelles R est un groupe alcoyie ou 
aryle qui contient de 1 ^ 20 atomes de car- so 
bone, et n est un nombre de 1 d 20 ; 
11) composes de bore seiectionn^s parmi le 
groupe compose par pentafluoroph6nyl di- 
ph6nyl borane, tris(pentafluoroph6nyl)bo- 7. 
rane, tris(3,5-di-trifluoromethyleph6nyl)bo- ss 
rane, t6traquis(pentafluoroph6nyl) borate 
de tributyl ammonium, tetraquis(pentafluo- 
rophenyl)borate de N.N'-dimethylanillne, 8. 



tetraquis(pentafluorophenyl)borate de tri 
(methyiphenyl)phosphonium et tetraquls 
(pentafluoroph6nyl)borate de triph6nyk;ar- 
b^ne. 

Systems catalytique selon la revendication 1 . qui 
comprend en outre un compose d'aluminium de for- 
mule generale : 

AIR-3 

dans laquelle les groupes R"', qui peuvent dtre pa- 
rens ou differents, peuvent 6tre des alcoyles ou des 
aryles qui contiennent de 1 ^ 20 atomes de carbo- 
ne. ou des habgenes. et Al est aluminium. 

Systems catalyse ur selon la revendication 2, dans 
lequel le metalocene est du dichlorure de bis(cyclo- 
pentadi6nyl)zirconium supporte ou non supporte, le 
compose d'aluminium se seiectionne entre le trim6- 
thylaluminium, le triethylaluminium ou le triisobuty- 
laluminium, le compose de bore est du trls(penta- 
fluorophenyl)borane et Taluminoxane est du methy- 
laluminoxane. 

Systeme catalyseur selon les revendications 1-3, 
dans lequel les relations molaires entre les compo- 
ses d'aluminium (alcoyi aluminiums et/ou alumi- 
noxanes) et les metaux de transition du metalocene 

varient entre 1,0:1,0 et 108:i,0 et les relations mo- 
laires entre les composes d'aluminium (alcoyi alu- 
miniums et/ou aluminoxanes) et les composes de 
bore varient entre 0,01 :1 et 10^:1 . 

Systeme catalyseur selon la revendication 4, dans 
lequel les relations molaires entre les composes 
d'aluminium (alcoyi aluminiums et/ou aluminoxa- 
nes) et les metaux de transition du metalocene va- 
rient entre 5,0:1,0 et 10^:1,0 et les relations molai- 
res entre les composes d'aluminium (alcoyi alumi- 
niums et/ou aluminoxanes) et les composes de bo- 
re varient entre 0,1:1 et 103:1,0. 

Procede pour la preparation d'homopolymferes d'al- 
pha-oiefines qui contiennent de 2 ^ 20 atomes de 
carbone et de copolymeres de diff6rentes alpha- 
oietines qui contiennent de 2 a 20 atomes de car- 
bone avec une large distribution bimodale ou mul- 
tinfiodale de poids moieculaires dans un seul reac- 
teur, caracterise par Tutilisation du systeme cataly- 
tique des revendications 1 -5. 

Procede pour la preparation d'homopolymeres se- 
lon la revendication 6, dans lequel Poiefine est de 

rethylene. 

Procede pour la preparation de copolymeres 
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d'ethylene selon la revendication 6, dans lequel le 
co-monomere se s6lectionne parmi le groupe com- 
pose par : 1-butene, 1-hexene o 1-octene et oCi ii 
s'incorpore de fagon al6atoire. 

5 

Proc6d6 pour la pr6paration d'homopolymdres et 
de copolym§res selon les revendlcations 6-8, ca- 
racterlsd par I'utillsatton de solvants hydrocarbones 
sous des conditions inertes pour le systeme cataly- 
seur, temperatures de reaction comprises entre io 
-60°C et 280°C, de preference entre 40**C et 1 60**C, 
et pressions du r^acteur comprises entre 1 et 500 
atmospheres. 

IS 
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